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Docket No. 1999DE503 Patent 
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re new U.S. patent application of : Attn: Box PATENT APPLICATION 
Helmut HI NTZ, etal. : 
Serial No.: To Be Assigned : 
Filed: July 19, 2001 : 
For: REWETTABLE ADHESIVE SYSTEMS 

PRELIMINARY AMENDMENT 

Commissioner for Patents 
Washington, DC 20231 

Dear Sir: 

Preliminary to the examination of the above-identified application, please 
amend the application as follows: 

In the Claims : 

Please amend the following claim: 
Claim 3, line 1 , delete "or 2". 

Claim 4, lines 1 and 2, delete "at least one of claims 1 to 3," and substitute 
therefore -claim 1 ,-. 

Claim 5, lines 1 and 2, delete "at least one of claims 1 to 4," and substitute 
therefore -claim 1 ,-. 

Claim 6, line 1 , delete "claims 4 and 5," and substitute therefore -claim 4,-. 

Claim 7, line 1 , delete "claim 5 or 6," and substitute therefore -claim 5,-. 

Claim 8, lines 1 and 2, delete "at least one of claims 1 to 7," and substitute 
therefore -claim 1 ,-. 

Claim 9, lines 1 and 2, delete "at least one of claims 1 to 8," and substitute 
therefore -claim 1 

Claim 10, lines 1 and 2, delete "at least one of claims 1 to 9," and substitute 
therefore -claim 1 ,-. 
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Entry of the above amendment is respectfully requested. 
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REWETTABLE ADHESIVE SYSTEMS 

The present invention relates to remoistenable adhesive systems 
comprising novel colloid dispersion mixtures, and to the use thereof. 

5 

Remoistenable adhesive coatings, also known as gum, used for postage 
stamps, envelopes, labels and the like are produced not only using natural 
products such as starch, dextrin glues and glutine glues but also to a 
considerable extent using polyvinyl alcohols. These are primarily low 

10 molecular mass grades of polyvinyl alcohol, partially hydrolyzed, which are 
obtained by either acidic or alkaline hydrolysis (DD Patent 62 634). 
Polyvinyl alcohols have the advantage that under hot conditions solutions 
having a solids content of up to 45% are possible and can be stored 
without gelling for a prolonged period when provided with sufficient 

15 preservative means. In order to ensure certain blocking resistances in the 
dried coatings, the polyvinyl alcohol solutions are often blended with 
homopolymeric polyvinyl acetate dispersions (DD-A-275 069, or 
EP-A-705 896). Where surface gloss is desired, copolymeric polymer 
dispersions can also be used. Glycerol or urea is often added in order to 

20 improve reemulsifiability. The development of tack after the dried adhesive 
film has been moistened can be influenced by varying the proportion in 
which the polyvinyl alcohol and polymer dispersion is blended. 

Some of the known gums have considerable disadvantages arising after 
25 the dried coating has been stored, especially under hot conditions at 100°C 
and for a period of 24 hours. 

In many cases, the coating is found to have changed after storage such 
that it can no longer be activated with water. The coating is then inactive 
30 and can no longer be used as a gum. It is an object of the present invention 
to provide a remoistenable adhesive system which can be stored without 
change and can be reactivated very readily and within a very short time. 

It has surprisingly been found that new kinds of colloid dispersion mixtures, 
35 as a constituent in remoistenable adhesive systems, achieve this object. 
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The present invention therefore provides a remoistenable adhesive system 
which comprises a colloid dispersion mixture obtained by copolymerizing at 
least and preference one water-soluble monomer with at least and 
preferably one water-insoluble comonomer in the presence of a micelle- 
5 forming emulsifier. 

EP-A-0 894 309 describes colloid dispersion mixtures, processes for 
preparing them and their use as protective colloids for emulsion 
polymerization. 

10 

The proportion of said at least one water-soluble monomer in the colloid 
dispersion mixture is preferably from 70 to 95% by weight and with 
particular preference from 75 to 90% by weight. 

15 Consequently, the proportion of said at least one water-insoluble monomer 
in the colloid dispersion mixture is preferably from 5 to 30% by weight and 
with particular preferably from 10 to 25% by weight. 

The proportion of the colloid dispersion mixture in the remoistenable 
20 adhesive system is from 5 to 100%, preferably from 10 to 100% and, with 
particular preference, from 20 to 100%; i.e. the colloid dispersion mixture 
can be used either alone or in the form of a blend with other products 
without adversely impacting the package of properties of the colloid 
dispersion. 

25 Suitable blend components include polymer dispersions with different 
monomer compositions, polyvinyl alcohols, and/or starches. 

Relative to remoistenable systems based on dextrin or polyvinyl alcohol, 
the adhesive system of the present specification features an extremely 

30 short reactivation time. This means that the dried film, immediately after it 
has been wetted, develops a very high wet tack which permits the 
immediate bonding vital for high-speed automatic sealing units. Sufficiently 
rapid reactivation is still possible even at very low application rates. At 
application rates of about 100 g/m 2 or more it is found that the rapid 

35 development of tack is accompanied by pronounced stringing, which 
results in optimum substrate wetting. 
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The adhesives comprising the colloid dispersion are particularly suitable for 
systems which are reativated by moistening with water, develop tack and 
so permit bonding. Examples of the applications include: postage stamps; 
rear-flap gums for envelopes; remoistenable adhesive tapes; and 
5 removable adhesives for the flooring sector. 

Removable adhesives are used to bond textile floor coverings since they 
allow rapid renovation, i.e., replacement of the floor covering. After the floor 
covering has been taken off, any residues of adhesive remaining on the 
1 0 floor can be removed easily after exposing them to water. 

The adhesives can be applied either by roller or with a knotched trowel. 
Following a short evaporation phase, the textile covering with secondary 
backing can be laid directly into the still wet adhesive bed. 

15 

It has surprisingly been found that, in the presence of an emulsifier which 
forms micelles, the copolymerization of a water-soluble monomer with a 
water-insoluble comonomer leads to colloid dispersion mixtures of the 
copolymer. 

20 

Emulsifiers stabilize the finely disperse polymer particles produced by the 
emulsion polymerization. The emulsifiers are usually surface-active 
substances, or surfactants. Surfactants have a characteristic structure and 
possess at least one hydrophilic and one hydrophobic functional group. By 

25 virtue of this structure surfactants are able to accumulate at the interface 
between polymer phase and water phase and by means of steric and/or 
electrostatic effects to prevent coalescence of finely dispersed polymer 
particles. If the hydrophilic portion has no electrical charge, the emulsifier is 
said to be nonionic; if it has a negative charge, it is referred to as an anionic 

30 emulsifier; and, if positive charges are present, it is a cationic emulsifier. 
When surfactants are added to water, above a certain concentration there 
is formation of spherical micelles. It is this property of surfactants which is 
of great importance for the implementation of emulsion polymerization. This 
concentration, called the critical micelle concentration (CMC), is specific to 

35 each individual surfactant. If the concentration in water is raised 
significantly above the CMC, the aggregation behavior of the surfactants is 
changed, and elongated micelles (rod micelles), for example, are formed. 
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Suitable emulsifiers for the invention described herein include both nonionic 
and ionic emulsifiers. Examples of these are alkylaryl polyglycol ethers and 
alkyl polyglycol ethers each having from 3 to 50 mol of ethylene oxide units, 
block copolymers of ethylene oxide with propylene oxide, alkylsulfonates or 
5 alkyiarylsulfonates, alkyl sulfates, alkyl and aryl ether sulfates and 
phosphates each having preferably 8 to 18 carbon atoms in the lipophilic 
portion and up to 50 ethylene oxide or propylene oxide units in the 
hydrophilic portion, and also monoesters or diesters of sulfosuccinic acid, 
or alkylphenols having in each case preferably 8 to 18 carbon atoms in the 
10 alkyl radical. 

It is preferred to use nonionic emulsifiers and mixtures of ionic with 
nonionic emulsifiers. 

15 Water-soluble monomers preferably used are N-methyl-N-vinylacetamide, 
N-vinylpyrrolidone or N-vinylformamide, as water-insoluble comonomers it 
is preferred to use unsubstituted or alpha-substituted esters of acrylic acid. 
Preference is given to the alkyl esters of acrylic or methacrylic acid, 
especially the C4 to C& alkyl esters, such as butyl or ethylhexyl esters. It is 

20 also possible to use mixtures of the acrylic esters or other monomers, such 
as esters of maleic acid, for example; preferably dioctyl maleate. 

The copolymerization is conducted as a free-radical addition polymerization 
at temperatures from 15 to 100°C, in particular from 60 to 90°C; the free- 
25 radical initiator used can comprise either water-insoluble compounds such 
as 2,2-azobisisobutyronitrile or 2,2'-azobis(2-methyIbutyronitrile) or water- 
soluble compounds such as 2,2'-azobis(2-amidinopropane) dihydro- 
chloride. 

30 The invention is described in more detail below with reference to working 
examples, but without being restricted thereby. 

Percentages given are always by weight. 
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Example 1 

Preparing a colloid dispersion mixture from N-vinylpyrrolidone and 
2-ethylhexyl acrylate 

1 .6 g of sodium carbonate and 23 g of ®Emulsogen EPN 287 (fatty alcohol 
polyglycol ether, Clariant GmbH) are dissolved in 497 g of deionized water. 
The solution is heated to 80°C. At this temperature a mixture of 300 g of 
vinylpyrrolidone and 100 g of 2-ethylhexyl acrylate is metered in over 
180 minutes. In parallel with this, a solution of 2 g of azobisisobutyronitrile 
in N-vinyl-2-pyrrolidone is metered in. After the end of the metered addition 
of monomer, the reaction mixture is heated at 80°C for 90 minutes, then 
cooled and drained through a 180 urn filter at below 30°C. 

The colloid dispersion mixture has the following features: 
Solids content 30.3% 
K value 66 

Particle size distribution from Mastersizer measurement 

Volume (mass) fractions: dv(10%) 0.127 urn 

dv(50%) 0.418 um 
dv(90%) 1.623 um 

N-Vinyl-2-pyrrolidone 600 ppm 
2-Ethylhexyl acrylate < 25 ppm 

Example 2 

Preparing a colloid dispersion mixture from N-vinylformamide and 
dioctyl maleate 

1.6 g of sodium carbonate and 16 g of ©Arkopal N 308 (nonylphenol 
polyglycol ether with 30 EO, Clariant GmbH) are dissolved in 500 g of 
deionized water. The solution is heated to 80°C. At this temperature a 
mixture of 340.6 g of N-vinylformamide and 59.4 g of dioctyl maleate is 
metered in over 180 minutes. In parallel with this, a solution of 2 g of 
azobisisobutyronitrile in N-vinylformamide is metered in. After the end of 
the metered addition of monomer, the reaction mixture is heated at 80°C 
for 90 minutes, then cooled and drained through a 180 um filter at below 
30°C. 
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The colloid dispersion mixture has the following features: 
Solids content 34% 
K value 73.8 
5 Particle size distribution from Mastersizer measurement 

Volume (mass) fractions: dv(1 0%) 0.322 pm 

dv(50%) 0.715 |jm 
dv(90%) 1.321 jjm 

N-Vinylformamide < 0.1 % 

1 0 Dioctyl maleate 1 .4% 

In the text below a number of examples of remoistenable adhesive systems 
are described, whose testing was carried out as follows: 

15 The remoistenable adhesive to be tested was applied in a wet film 
thickness of 50 p onto a single-sidedly glazed sodium kraft paper (defined 
tensile strength 100 g) 5 cm wide and 60 cm long. It was then dried at room 
temperature. The coated paper strips were subsequently stored under 
standard climatic conditions (23°C and 50% relative humidity) for 24 hours. 

20 The setting rate was tested on the Werle Tack Tester by laminating a 
coated paper with an uncoated paper. 
For the test, the settings on the tack tester were as follows: 
Open time: 0.5 seconds 

Closed time: 0.5 seconds 

25 

The coated papers were wetted with a 2% strength solution of ©Tylose MH 
1500 K, Clariant GmbH. The application rate is determined by the coater 
used and is 22 pm wet. 

30 The test result is indicated on a plate which also undergoes the test. 
Conclusions can be drawn starting from the point where (wet) tack begins 
to develop, until the paper tears. 
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Example 3 

Using the colloid dispersion mixture from Example 1 as a remoistenable 
adhesive system (proportion of colloid dispersion mixture in the adhesive 
system: 100%). 

5 

Despite a solids content of 30%, the adhesive system exhibits relatively 
rapid drying. In the drying phase, it features initially a high wet tack and 
excellent flow and forms coherent, very smooth films which show a high 
level of blocking resistance. If the absence of water is ensured, coatings on 
10 paper, for example, can be stored layer against layer without sticking to 
one another. This is so not only at room temperature but even at 
temperatures of 50°C with an applied load of 200 g/cm 2 . 



15 Example 4 

The colloid dispersion mixture of Example 1 is blended 80:20 with a vinyl 

(r) 

acetate polymer dispersion (solids content about 50%), e.g., Mowilith DH 
257 (Clariant GmbH). 

20 

Example 5 

The colloid dispersion mixture of Example 1 is blended 20:80 with a vinyl 
acetate polymer dispersion (solids content about 50%), e.g., Mowilith DH 
257 (Clariant GmbH). 

25 

Example 6 

The colloid dispersion mixture of Example 1 is blended 80:20 with a 30% 

® 

strength solution of a polyvinyl alcohol, e.g., Mowiol 4-88 (Clariant 
30 GmbH). 

For blending, the polyvinyl alcohol is dissolved with stirring in water at 
90°C. After the solution has been cooled to room temperature, blending 
can be carried out in the above proportion. 
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Example 7 

The colloid dispersion mixture of Example 1 is blended 20:80 with a 30% 
strength solution of a polyvinyl alcohol, e.g., Mowiol 4-88 (Clariant 
GmbH). 

5 

For blending, the polyvinyl alcohol is dissolved with stirring in water at 
90°C. After the solution has been cooled to room temperature, blending 
can be carried out in the above proportion. 

10 

Example 8 

The colloid dispersion mixture of Example 1 is blended 80:20 with a 6% 
strength solution of Emcol UK/N starch (Emsland). 

15 The starch solution is prepared by scattering into water the starch powder, 
which is soluble in cold water. In order to avoid the formation of lumps, the 
starch solution must be prepared with continual stirring. The starch solution 
must then be protected against infestation by adding preservative. 

20 

Example 9 

The colloid dispersion mixture of Example 1 is blended 20:80 with a 6% 
strength solution of Emcol UK/N starch (Emsland). 

25 The starch solution is prepared by scattering into water the starch powder, 
which is soluble in cold water. In order to avoid the formation of lumps, the 
starch solution must be prepared with continual stirring. The starch solution 
must then be protected against infestation by adding preservative. 



30 The results of testing the remoistenable adhesive systems of Examples 3 
to 9 are summarized in Table 1. 
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Table 1 



Ex- 


Open 


Closed 


Application of 


Commence- 


100 g 


Remoisten- 


ample 


time 


time 


50 M wet 


ment of setting 


value 


ability 








adhesive film 


seconds 


after 




3 


0.5 s 


0.5 s 


No problems 


after 3 s 


6s 


very good 


4 


0.5 s 


0.5 s 


No problems 


after 3.5 s 


7s 


very good 


5 


0.5 s 


0.5 s 


No problems 


after 5 s 


8s 


satisfactory 


6 


0.5 s 


0.5 s 


No problems 


after 4 s 


8s 


very good 


7 


0.5 s 


0.5 s 


No problems 


after 3.5 s 


9s 


very good 


8 


0.5 s 


0.5 s 


No problems 


after 4.5 s 


8s 


very good 


9 


0.5 s 


0.5 s 


No problems 


after 10 s 


16s 


good 
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WHAT IS CLAIMED IS: 

1 . A remoistenable adhesive system which comprises a colloid 
dispersion mixture obtained by copolymerizing at least one water- 
soluble monomer with at least one water-insoluble comonomer in the 
presence of a micelle-forming emulsifier, and wherein the proportion of 
said at least one water-soluble monomer in the colloid dispersion 
mixture is from 70 to 95% by weight. 

2. The remoistenable adhesive system as claimed in claim 1 , 
wherein the proportion of the colloid dispersion mixture in the adhesive 
system is from 5 to 100%. 

3. The remoistenable adhesive system as claimed in claim 1 or 2, 
which further comprises polymer dispersions of different monomer 
compositions, polyvinyl alcohol, and/or starch. 

4. The remoistenable adhesive system as claimed in at least one of 
claims 1 to 3, wherein said water-soluble monomer is N-methyl-N- 
vinylacetamide, N-vinyl-2-pyrrolidone or N-vinylformamide. 

5. The remoistenable adhesive system as claimed in at least one of 
claims 1 to 4, wherein said water-insoluble comonomer is an 
unsubstituted or alpha-substituted ester of acrylic acid or an ester of 
maleic acid. 

6. The remoistenable adhesive system as claimed in claims 4 and 5, 
wherein said water-soluble monomer is N-vinyi-2-pyrrolidone and said 
water-insoluble monomer is an alkyl ester of acrylic or methacrylic acid. 
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7. The remoistenable adhesive system as claimed in claim 5 or 6, 
wherein said water-insoluble monomer is butyl or ethylhexyl acrylate or 
dioctyl maleate. 

8. The remoistenable adhesive system as claimed in at least one of 
claims 1 to 7, wherein said emulsifier comprises nonionic emulsifiers or 
mixtures of ionic with nonionic emulsifiers. 

9. The remoistenable adhesive system as claimed in at least one of 
claims 1 to 8 7 wherein said emulsifier comprises alkylaryl polyglycol 
ethers or alkyl polyglycol ethers each having from 3 to 50 mol of 
ethylene oxide units, block copolymers of ethylene oxide with 
propylene oxide, alkylsulfonates or alkylarylsulfonates, alkyl sulfates, 
alkyl and aryl ether sulfates and phosphates each having preferably 8 
to 1 8 carbon atoms in the lipophilic portion and up to 50 ethylene oxide 
or propylene oxide units in the hydrophilic portion, and also monoesters 
or diesters of sulfosuccinic acid, or alkylphenols having in each case 
preferably 8 to 18 carbon atoms in the alkyl radical. 

10. The remoistenable adhesive system as claimed in at least one of 
claims 1 to 9, wherein the copolymerization is conducted as a free- 
radical polymerization. 

1 1 . The remoistenable adhesive system as claimed in claim 10, 
wherein the copolymerization is conducted at from 60 to 90°C. 

12. The use of a remoistenable adhesive system as claimed in claim 
1 for postage stamps, rear-flap gums for envelopes, adhesive binders 
and adhesives for the flooring sector. 
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and for which a patent is sought on the invention entitled 



REWETTABLE ADHESIVE SYSTEMS 



the specification of which 
[ ] is attached hereto 

[X] was filed on January 1 1 , 2000, as International Patent Application 
PCT/EP00/00146, 

and including all the amendments through the date hereof. 

I hereby state that I have reviewed and understand the contents of the above identified 
specification, including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose to the Office all information known to me to be 
material to patentability as defined in Title 37, Code of Federal Regulations, §1,56. 

I hereby claim foreign priority benefits under Title 35, United States Code, §119 of any 
foreign application(s) for patent or inventor's certificate listed below and have also 
identified below any foreign application for patent or inventor's certificate having a filing 
date before that of the application on which priority is claimed: 



Prior Foreign Application(s) for which Priority is Claimed: 

Federal Republic of Germany, 199 01 828.6, of January 19, 1999 



As a named inventor, I hereby appoint the following registered practitioner(s), 
respectively and individually, as my attorneys and/or agents, with full power of 
substitution and revocation, to prosecute this application, and transact all business in 
the U.S. Patent and Trademark Office: 

CUSTOMER NUMBER 25,255 

Please address all communications to Clariant Corporation, IndusTrial^Property 
Department, 4331 Chesapeake Drive, Charlotte, North Carolina 28216, telephone 
number 704/395-6712, facsimile number 704/395-6727. 
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I hereby declare that all statements made herein of mypkvn knowledge are true and that 
all statements made on information and belief are befieved to be true; and further that 
these statements were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under Section 1001 of 
Title 1 8 of the United States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issued thereon. 



INVENTOR(S) / Residence 



1) Helmut HMILuQf 

Roemergasse 20, 61 184 Karben, Germany 



Signature: 
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Date 
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Mailing address of all inventors: 



Clariant Service GmbH 
Patente, Marken, Lizenzen 
Am Unisys-Park 1 
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